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Abstract 

Coated metal bearing a coating on its surface that comprises pheno-, naphtol-, or bisphenol- 
formaldehyde resin comprising specific structural units, has a thickness from 5 to 5000 nm, contains 
from 5 to 500 mg of carbon atoms present in the resin per m<2> of surface coated, and covers at least 
90 % of the surface of the metal, can be subjected to film lamination onto the coating to provide a 
composite that has an excellent formability, excellent corrosion resistance, excellent adherence 
between the laminated film and the metal, and excellent environmental safety. 
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(Concise explanations in relevancy) 

Japanese laid-open patent publication No. H 10-46101 

Laid-open on February 17, 1998 

Title of the invention : Phenolic-formaldehyde Resin Coated Metal Surfaces and Process 
Thereof 

Conventional methods of metal surface treatments with the phenolic compound 
polymer are disclosed in Japanese laid-open patent publication No. 10-46101. This 
conventional method is not available to form the anti-corrosion coating film on the surface of 
the lead terminal of the film-sealed non-aqueous electrolyte battery. 

Japanese laid-open patent publications No. 10-46101 discloses that titanium 
fluorine compound is mixed into a treating liquid containing phenol polymer and phosphate 
compound to prepare a treatment liquid which is then used for carrying out a surface treatment 
of the lead terminal. In order to improve the adhesion reliability between the lead terminal and 
the sealant polymer resin film, it is preferable that the anti-corrosion film contains phosphate 
compound. It is more preferable that anti-corrosion film contains both phosphate compound 
and titanium fluorine compound for the following reasons. 
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(57) Abstract 

Coated metal bearing a coating on its surface that comprises pheno-, naphtol-, or bisphenol -formaldehyde resin comprising specific 
structural units, has a thickness from 5 to 5000 nra, contains from 5 to 500 mg of carbon atoms present in the resin per m 2 of surface 
coated, and covers at least 90 % of the surface of the metal, can be subjected to film lamination onto the coating to provide a composite 
that has an excellent formability, excellent corrosion resistance, excellent adherence between the laminated Dim and the metal, and excellent 
environmental safety. 
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PHENOUC-IORMAI.DF.HYDE RESIN COATED METAL SURFACES AND PROCESS THEREOF 

Field of the tnv ntion 

This invention relates to metal that is intended to be laminated to a film, the sur- 
face of said metal having a base coating that improves the adherence between the film 
and the metal surface and improves the corrosion resistance of the laminated metal, 
s The invention also relates to methods for the preparation of this coated metal. More par- 
ticularly, this invention relates to metal bearing a base coating for film lamination 
thereon, wherein the base coating imparts an excellent corrosion resistance to the film- 
laminated metal and products formed therefrom and also provides a sufficiently high film 
adherence that the film will not debond even when the film-laminated metal is subjected 
10 to severe working operations such as drawing, draw-ironing, stretch-drawing, or the like. 
Description of the Prior Art 

Metals such as iron, steel, aluminum, and so forth are widely used in large 
amounts in applications such as household electrical appliances and beverage cans, 
e.g., beer cans. In these applications the metal is first subjected to any of a variety of 
forming operations and is then painted. 

Painting generally uses a solvent-borne or waterbome paint and usually is fol- 
lowed by a baking step. The overall painting operation is associated with a number of 
emissions: wastes (e.g., waste solvent, etc.) originating with the paint are discharged 
as industrial wastes; organic compounds (e.g., solvent and low-molecular-weight com- 
pounds) driven off during baking and offgases (mainly carbon dioxide) are discharged 
into the atmosphere. Among the efforts that have recently been undertaken in order to 
reduce industrial wastes and offgases and maintain the global environment, film-lamina- 
tion technology has received attention as a replacement for painting. 

A large number of inventions have already appeared on can fabrication using film 
lamination and in related fields. For example, Japanese Granted Patent No. 1,571,783 
("Method for the fabrication of drawn-and-ironed can") concerns the draw-ironing of a 
polyethylene film-coated mild steel sheet. Japanese Granted Patent No. 1,711,723 
("Draw-ironed can") describes can fabrication from stock bonded with a thermoplastic 
polyester coating having a prescribed orientation. Japanese Patent Application Laid 
Open [Kokai or Unexamined] Number Hei 2-263523 (263,523/1990] ("Method for the 
fabrication of thinned deep-drawn can") concerns coating with a crystalline thermoplastic 
resin followed by a particular working operation. Japanese Patent Publication [Kokoku] 
Number Hei 7-57385 [57,385/1995] ("Method for the fabrication of coated, deep-drawn 
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can") teaches the use of metal sheet coated with thermoplastic resin in the form of poly- 
ester film whose main component is ethylene terephthalate. Japanese Patent Applica- 
tion Laid Open [Kokai or Unexamined] Number Hei 3-133523 [133,523/1991] ("Method 
for th fabrication of thinned drawn can") teaches strong thinning using a laminated met- 

5 ai sheet composed of metal sheet and a coating layer of a particular thermoplastic resin. 
Japanese Granted Patent No. 1,670,957 ("Draw-ironed can") teaches (i) providing a 
thermoplastic polyester coating layer and an inorganic oxide layer at the innermost sur- 
face and a plating layer of extensible metal at the outer surface wherein the plating layer 
is composed of specific amounts of at least one selection from a tin layer, nickel layer, 

io and aluminum layer, and (ii) executing a thinning operation to provide a specific overall 
ironing ratio. 

In other examples, Japanese Patent Application Laid Open [Kokai or Unexam- 
ined] Number Hei 4-91 825 [91 t 825/1992] ("Method for the fabrication of coated, thinned 
can") teaches a method that achieves an economical thinning in deep-drawn cans and 
is generates a very strong and durable protective layer from the coating material. This is 
achieved by (i) using a laminated metal stock carrying an organic coating of orientable 
thermoplastic resin film devised to undergo an increase in crystallinity and orientation 
during re-drawing and (ii) carrying out working under particular drawing conditions in- 
cluding the use of lubricating oil. Japanese Patent Application Laid Open [Kokai or Un- 
20 examined] Number Hei 6-218465 [218,465/1994] ("Deep-drawn can and method for the 
fabrication thereof") teaches coating steel sheet with a tin-containing metal at a cover- 
age ratio of 20 to 80 %; then coating with chromium metal and hydrated chromium ox- 
ide; and converting the resulting can stock into deep-drawn cans. Japanese Patent Ap- 
plication Laid Open [Kokai or Unexamined] Number Hei 4-224936 [224,936/1992] ("Res- 
25 in-coated metal sheet for thinned deep-drawn can with an excellent resistance to dent- 
ing") teaches the formation on one or both surfaces of a metal sheet of a resin layer of 
polyester with a particular intrinsic viscosity. This technology provides the excellent pro- 
cessability and in-process corrosion resistance required of metal sheet for thinned deep- 
drawn cans and in particular imparts denting resistance (resistance to accidental im- 
30 pacts) to the formed can barrel. 

Additional examples include Japanese Patent Publication [Kokoku] Number Hei 
7-108706 [108,706/1995] ("Fabrication of thinned drawn can"), which teaches the thin- 
ning draw-forming of a structure afforded by coating organic resin on surface-treated 
steel sheet whose substrate is cold-rolled steel sheet that satisfies several specific con- 
as ditions. Japanese Patent Application Laid Open [Kokai or Unexamined] Number Hei 5- 
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255864 [255,864/1993] ("Deep-drawn can and method for fabricating same") t aches 
the fabrication of highly corrosion-resistant deep-drawn cans by coating tin-containing 
metal under specific conditions on steel sh et and th n succ ssively coating the ntire 
surface thereof with chromium metal and hydrated chromium oxide and with organic res- 
s in in the order given. Japanese Patent Application Laid Open [Kokai or Unexamined] 
Number Hei 6-226915 [226,915/1994] ("Polycarbonate-coated metal sheet and method 
for preparing same") concerns optimization for thinned deep-drawn cans by coating 
metal sheet with a composite resin layer whose upper ply is polycarbonate resin and 
whose lower ply is polyester resin. Japanese Patent Application Laid Open [Kokai or 
10 Unexamined] Number Hei 6-255022 [255,022/1994] ("Resin-coated metal sheet and 
method for the preparation thereof 1 ) concerns a technology for obtaining an excellent 
resistance to cold impact working. This is achieved by coating the surface of metal 
sheet with a resin layer consisting of a blend of polycarbonate and polyester in specific 
proportions. Japanese Patent Application Lard Open [Kokai or Unexamined] Number 
15 Hei 6-155660 [155,660/1994] ("Polyester-coated metal sheet with excellent hot-water 
resistance") relates to a technology that equips can stock with the necessary excellent 
processability and corrosion resistance and that prevents opacification of the can 
exterior even by retort treatment. This is achieved by setting up a specific crystallization 
ratio and specific residual biaxial orientation (prior to retort treatment) in a polyester layer 
20 adjacent to the metal sheet. 

Another example is Japanese Patent Application Laid Open [Kokai or Unexam- 
ined] Number Hei 7-138786 [138,786/1995] ("Laminated steel sheet and precursor sheet 
therefor"). This reference teaches that the corrosion resistance and post-processing film 
adherence of steel sheet coated with a thermoplastic resin film can be improved by for- 
25 mation in a specific configuration of chromium and tin plating layers and a hydrated 
chromium oxide layer on the front and rear surfaces of steel sheet. Japanese Patent 
Application Laid Open [Kokai or Unexamined] Number Hei 6-238818 [238,818/1994] 
("Coated metal sheet can stock and seamless can formed therefrom") teaches a tech- 
nology for effectively suppressing foaming over, when a carbonated beverage is op- 
30 ened. In this technology, a biaxial molecular orientation is imparted to the surface of 
polyester film on the inner can surface with the average height, at three points, for the 
large projections measured when a coarse region is selected in the visual field in an 
atomic force microscope being specified. In Japanese Patent Application Laid Open 
[Kokai or Unexamined] Number Hei 7-178485 [178,485/1995] (Two-piece can with ex- 
35 cellent impact resistance"), improved impact resistance and improved corrosion resist- 



3 



WO 98/05804 PCT/US97/13685 
ance are obtained by specifying the intrinsic viscosity, degree of axial orientation, and 
degree of planar orientation of an oriented crystal-containing polyester resin that is the 
main component of the organic resin. 

The substrates for bonding in these references are an inorganic oxide layer 

5 formed by chromate treatment, chromate/phosphate treatment, or electrolytic chromate 
treatment (Japanese Granted Patent No. 1,670,957); chromium metal and hydrated 
chromium oxide (Japanese Patent Application Laid Open Number Hei 6-218,465); elec- 
trolytic chromate-treated steel sheet, precoated tin-free steel (hereinafter usually 
abbreviated as "TFS), hydrated chromium oxide coating, composite plating, or alloy 

io plating (Japanese Patent Application Laid Open Number Hei 4-224,936); a hydrated 
chromium oxide coating at 3 to 30 milligrams of coating per square meter of surface 
coated (hereinafter usually abbreviated as "mg/m 2 ") as chromium (Japanese Patent 
Application Laid Open Number Hei 6-226,915); and tin-plated steel sheet or precoated 
TFS (Japanese Patent Application Laid Open Number Hei 7-138,786). Thus, the bond- 
is ing substrates in these references can be classified into tin plate coatings and chrom- 
ium-based coatings. However, tin is expensive, and toxic hexavalent chromium is used 
in the treatments that give the chromium-based coatings. 

Paintless can fabrication systems have in fact been realized in practice through 
the application of the inventions in the references given above. These systems involve 

20 the lamination of precoated TFS with polyester film followed by stretch-drawing to fabri- 
cate the can. This technology omits the heretofore used painting processes (painting 
and baking) by substituting the laminated film for the paint film. 

This technology has received a great deal of attention as a new approach to bev- 
erage can fabrication. At the present time, however, this technology exclusively em- 

25 ploys TFS on which a chromium-based coating treatment has been executed, because 
neither a laminating film nor a laminating method has been developed thai can meet the 
twin demands of high film adherence to the can stock (necessary due to the severe 
working that occurs after film lamination) and post-processing corrosion resistance (nec- 
essary to prevent corrosion by the various contents later put into the cans). As noted 

30 above, toxic hexavalent chromium is used in this coating treatment, with the result that 
the appearance of a chromium-free treatment and coating is strongly desired. 
Problems to Be Solved bv the Invention 

The present invention seeks to solve the problems described above for the prior 
art. In more specific terms, an object of the present invention is to provide metal stock 

35 bearing a chromium-free base coating for film lamination thereon wherein the film-lamin- 
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at d metal exhibits an excellent adherence by the laminated, film and excell nt corrosion 
resistance even after it has been subjected to severe working operations such as, for 
example, drawing, draw-ironing, and stretch-drawing. An additional object of the present 
invention is to provide methods for fabricating this coated metal stock. 
5 Summary of the Invention 

It has been discovered that the objects listed above could be realized by a coat- 
ed metal whose surface is coated with a special polymer at a particular coating thick- 
ness, a particular coating weight, and a particular coverage ratio. 

In specific terms, the present invention relates to coated metal bearing a coating 
on its surface for film lamination thereto, wherein: the thickness of the coating is from 
5 to 500 nanometers (hereinafter usually abbreviated as "nm"); the total mass per unit 
area of carbon atoms in the coating is from 5 to 500 mg/m 2 ; the coating covers at least 
90 % of the surface of the metal, when measured as described below; and the coating 
comprises, preferably consists essentially of, or more preferably consists of, (optionally 
with other specific materials as specified further below) polymer molecules that com- 
prise, preferably consist essentially of, or more preferably, except for end groups, con- 
sist of, structural units conforming to general formula (I): 




ch. 



( i ) 



is in which: 

X 1 in each structural unit is a hydrogen atom or a moiety Z 1 conforming to general form- 
ula (II): 



2 = • C H 2 • N 



/ 
\ 



(II) 



in which each of R 1 and R 2 is a hydrogen atom, a C, to C 10 monovalent alkyl moi- 
ety, or a C t to C 10 monovalent hydroxyalkyl moiety; 
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Y 1 is one of: a hydr gen atom; a hydroxyl moiety; a monovalent C, to C 5 alkyl moiety; 
a monovalent C, to C5 hydnoxyalkyt moiety; a monovalent C 6 to C 12 aryl. benzyl, or benzo 

20 moiety; or am ietyc nforming to general formula (III): 



R 
I 




C \ { v I /—OH (III) 

R x 2 

in which, independently for each unit according to general formula (I) in which 
Y 1 conforms to general formula (III), each of R 3 and R 4 is independently a hydro- 
2s gen atom, a monovalent C, to C 10 alkyl moiety, or a monovalent C, to C 10 hydrox- 

yalkyl moiety, and X 2 is a hydrogen atom or a moiety Z 2 conforming to general 
formula (IV): 

Z 2 »-CH,-N (.IV) 

\. 

in which each of R 5 and R 6 is independently a hydrogen atom, a mono- 
valent to C, 0 alkyl moiety, or a monovalent C, to C 10 hydroxyalkyl 
moiety; 

s or Y 1 and Y 2 are bonded to each other and to adjacent carbon atoms in the aromatic ring 
shown in general formula (I) so as to constitute from Y\ Y 2 and the aromatic ring shown 
in general formula (I) a naphthyl or alkyl substituted naphthyl moiety; 
and 

Y 2 is a hydrogen atom unless it is bonded to Y 1 to constitute part of a naphthyl moiety 

10 as described above; 

said polymer molecules that comprise, preferably consist essentially of, or more prefer- 
ably, except for end groups, consist of structural units conforming to general formula (I), 
having a total number of Z 1 and Z 2 moieties and a distinct (but not necessarily unequal) 
total number of units conforming to general formula (I) and Y 1 moieties that conform to 

15 general formula (III), such that the total number of Z 1 and Z 2 moieties has a ratio to the 
total number of units conforming to general formula (I) and Y 1 moieties that conform to 
general formula (III) that is from 0.2:1.0 to 1.0:1.0. As an example, when the polymer 
contains 100 structural units with formula (I) and 100 total Z 1 and Z 2 moieties are present 
in this polymer, this ratio will be 1.0 when none of the Y 1 moieties corresponds to gen- 
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eral formula (III) and will be 0.5 when every Y 1 moiety corresponds to general formula 
(III). 

Detailed Description of the Invention 
s Y 1 in general formula (I) is preferably a group conforming to g neral formula (III), 

because this provides an increased adherence between the laminated film and the 
metal. 

in addition, phosphoric acid-type compounds and/or organosilicon compounds 
are preferably present in the coating on the subject coated metal, because this also 
io provides an increased adherence between the laminated film and the metal. 

The coating under discussion can be executed on the metal as a reactive coating 
or a dry-in-place coating. "Reactive" denotes treatment in which reaction is effected with 
the metal surface, the residual unreacted aqueous liquid composition, hereinafter often 
called "bath" for brevity, even if contacted with the surface by some method such as 
15 spraying, on the surface is then removed by a water rinse, and the metai is thereafter 
dried. M Dry-in-place" denotes treatment in which bath is applied to the metal surface 
followed by drying without an intervening water rinse. 

A process according to the present invention for preparation of the reactiveiy 
coated metal comprises steps of: 

(I) providing a waterborne composition comprising water and at least 0.1 g/L of the 
above-described polymer comprising units according to general formula (I) and, 
5 optionally, at least one selection from phosphoric acid-type compounds and or- 

ganosilicon compounds, said waterborne composition having a pH in a range 
from 2.5 to 6.5, the total concentration of one or more selections from phosphoric 
acid-type compounds and organosilicon compounds preferably being at least 0.1 

g/U 

10 (II) forming a coating for film lamination on a surface of a metal by contacting and 
reacting the surface of the metai with said waterborne composition; and 
(111) after step (II), rinsing the metal surface with water and thereafter drying the metal 
surface. 

A process according to the present invention for the preparation of a dry-in-place 
is coated metal comprises steps of: 

(P) preparing a waterborne composition comprising water and at least 0.01 g/L of 
the above-described polymer comprising units according to general formula (I) 
and, optionally, one or more selections from phosphoric acid-type compounds 
and organosilicon compounds, said waterborne composition having a pH in a 
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range from 2.5 to 6.5, the total concentration of one or more selections from - 
phosphoric acid-type compounds and organosilicon compounds preferably being 
at least 0.1 g/L; and 

(II 1 ) forming a coating for film lamination on a surface of a metal by application of 
5 said waterbome composition to the surface of the metal, and then drying the 

metal surface. 

The metal substrate to be coated according to the present invention is not crit- 
ical, but in industrial applications will mainly be iron or steel stock or aluminum stock. 
The shape of the metal is also not critical and is exemplified by shapes that facilitate and 

10 support film lamination, such as plate, disk, sheet, and coil shapes. 

X 1 in formula (I) for the polymer used for the coated metal according to the pres- 
ent invention is, as specified above, independently selected for each structural unit from 
the hydrogen atom and groups Z 1 with formula (II). R 1 and R 2 in formula (II) are inde- 
pendently a hydrogen atom, a C n to C 10 alkyl moiety, or a C, to C, 0 hydroxyalkyl moiety. 

is Alkyl and hydroxyalkyl having 1 1 or more carbons usually cause the functional group to 
be too bulky and result in a coarsening of the coating and hence a decline in the corro- 
sion resistance. More preferably, at least in part for reasons of economical commercial 
availability, these alkyl moieties and hydroxyalkyl moieties have not more than, with in- 
creasing preference in the order given, 8, 6, 4, 3, or 2 carbon atoms each. 

20 As specified above, Y 1 in general formula (I) may be a hydrogen atom, a hydroxyl 

moiety, a C 1 to C 5 alkyl moiety, a C, to Cg hydroxyalkyl moiety, a C 6 to C 12 aryl, benzyl, 
or benzo moiety, or a moiety conforming to general formula (III). In addition Y 1 and Y 2 
can together form a naphthyl moiety that includes the carbon atoms of the aromatic ring 
shown in formula (I). Alkyl and hydroxyalkyl moieties having 6 or more carbons and aryl 

25 moieties having 13 or more carbons usually cause the resin to become bulky and de- 
velop steric hindrance and thereby prevent the coating from assuming the fine, dense 
configuration that exhibits excellent corrosion resistance and excellent adherence. More 
preferably, at least in part for reasons of economical commercial availability, these alkyl 
and hydroxyalkyt moieties have not more than, with increasing preference in the order 

ao given, 8, 6, 4, 3, or 2 carbon atoms each. Y 1 is preferably a group with formula (III) for 
the good adherence this favors. 

If the total number of Z 1 and Z 2 moieties has a ratio to the total number of units 
conforming to general formula (I) and Y 1 moieties that conform to general formula (III) 
that is less than 0.2, the resin normally will not exhibit an acceptable adherence to the 

35 metal and the film will readily debond during working operations. Preferably, in order to 
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more thoroughly avoid any difficulties with the adhesion of. the resin to either the film or 
th m tal, this ratio is at least 0.5. A value for this ratio in excess of 1.0:1.0 usually 
causes an excessiv bulkiness and hence a coarse coating and a reduc d corrosion re- 
sistance. 

s The usual methods can be used to prepare the polymer (I) that makes up at least 

part of the coating on the coated metal according to the present invention. For example, 
polymer conforming to general formula (I) can be synthesized by polycondensing formal- 
dehyde with a phenol, naphthol, or bisphenol (e.g., bisphenol-A or -F) and then intro- 
ducing the X 1 and X 2 functional groups using formaldehyde and amine. The usual 

ic grades of formalin can be used as the formaldehyde. 

While the molecular weight of this polymer is not critical, its molecular weight will 
generally be from 1,000 to 1,000,000, preferably from 1,000 to 100,000, and particularly 
preferably from 1,000 to 10,000. The molecular weight can be measured by gel perme- 
ation chromatography on the peeled-off coating. 

15 As discussed above, a phosphoric acid-type compound and/or an organosilicon 

compound is preferably present in the coating on the coated metal according to the 
present invention, because this provides an improved adherence between the laminated 
film and metal. 

Phosphoric acid-type compounds usable for this purpose are exemplified by 
20 metaphosphoric add and its salts, orthophosphoric acid and its salts, condensed 
phosphoric acids, i.e., acids conforming to the general formula H^PpO^j, where p 
is a positive integer with a value of at least 2, preferably 2 or 3, the salts of any of these 
acids, and stable colloidal dispersions of zirconium phosphate and titanium phosphate(s) 
in water. The salts are exemplified by the ammonium salts and by the alkali metal salts 
25 such as the sodium and potassium salts. 

The organosilicon compounds are preferably selected from silanes conforming 
to general formula (V): 

(YR) m R n SiX <4 ^ n) (V), 
in which R denotes an alkyl moiety, which may be the same or different from one of the 

30 m YR and the n R moieties to another; X denotes a methoxy or ethoxy moiety; Y denot- 
es a moiety selected from the group consisting of vinyl, amino, mercapto, and glycidoxy, 
and methacryloxy moieties, which may be the same or different from one of the m YR 
moieties to another, m is an integer with a value from 1 to 3; and n is an integer with a 
value of 0 to (3~m). Such silanes are exemplified by vinylethoxysilane, y-aminopropyltri- 

35 ethoxysilane, N-(P-aminoethyl>-Y-aminopropyltriethoxystlane, y-mercaptopropyltrimeth- 
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oxysilane, Y-glyddoxypropyttrimethoxysilane, and y-methacryloxypropyltrimethoxysilan . 

The add-on mass per unit area of the phosphoric acid-typ compound, measured 
as its stoichiometric equivalent as phosphorus, r lative to the metal must be at least 0.1 
mg/m 2 in order to achieve the benefit specified above for the addition of this ingredient. 

5 The add-on preferably does not exceed 200 mg/m 2 . An increase in the adherence of the 
laminated film is not observed at an add-on below 0.1 mg/m 2 , while add-ons in excess 
of 200 mg/m 2 are costly. The add-on mass per unit area coated of the organosilicon 
compound, measured as its stoichiometric equivalent as silicon, relative to the metal 
must be at least 0.1 mg/m 2 in order to achieve the benefits specified above for the addi- 

10 tion of this ingredient The add-on of silicon preferably does not exceed 100 mg/m 2 . Lit- 
tle if any increase in adherence is observed at an add-on below 0.1 mg/m 2 , while add- 
ons in excess of 100 mg/m 2 are costly. 

The phosphorus add-on and silicon add-on can be determined using commer- 
cially available fluorescent x-ray analyzers. Specifically, a plurality of samples bearing 

15 known but different phosphorus (or silicon) add-ons are measured and the correspond- 
ing intensity-versus-add-on calibration curve is constructed from the measured intensi- 
ties in counts per second (hereinafter usually abbreviated as "cps"). A sample is then 
cut from the coated metal according to the present invention and measured under the 
same conditions as in calibration. The measured intensity is converted to add-on using 

20 the calibration curve. - 

The coating on the coated metal according to the present invention must exhibit 
a thickness of 5 to 500 nm, preferably has a thickness of 15 to 300 nm, and more prefer- 
ably of 50 to 300 nm. An excellent adherence by the laminated film is not obtained at 
coating thicknesses below 5 nm, while exceeding 500 nm has a high potential for impair- 

25 ing the color of the metal. The overall coating weight of the coating must include 5 to 
500 mg as carbon per m 2 and is preferably from 50 to 200 mg/m 2 . An excellent adher- 
ence is not obtained when the total coating weight is below 5 mg/m 2 , while exceeding 
500 mg/m 2 has a high potential for impairing the color of the metal. 

The carbon add-on can be measured using commercially available surface 

30 carbon analyzers. Specifically, the coated metal according to the present invention is 
first cut to a suitable size (about 20 to 50 cm 2 ) to provide the sample. Surface carbon 
analyzers operate by heating the sample in order to oxidize and volatilize the carbon 
present on the surface and measuring the resulting gas using infrared (hereinafter 
usually abbreviated as "1R") absorption. While any measurement conditions can be 

as used that result in oxidation and volatilization of the surface carbon, measurement is 
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ordinarily preferably run at 400 °C to 500 °C for 5 to 10 minutes. 

In addition, th coating on the coated metal according to th present invention 
must cover at least 90 % of the metal surface. The film has a strong tendency to de- 
bond during working operations at coverage ratios below 90 %. 
5 The coating thickness and coverage ratio can be measured using commercially 

available x-ray photoelectron spectroscopic analysis (hereinafter usually abbreviated as 
"XPS") instruments. In an XPS instrument, the sample is excited by X-rays under an 
ultrahigh vacuum, i.e., a pressure s 10" 5 Pascal) and the emitted photoelectrons are an- 
alyzed. The proportions of the atoms present in the surface can be determined from the 

10 intensity of the photoelectrons and a sensitivity factor. The methods for carrying out the 
quantitative calculation of coating thickness and coverage ratio have already been 
established and are available as commercial software. 

Measurement of the coverage ratio will be considered first. Samples exposed 
to the atmosphere will inevitably be contaminated. Thus, XPS analysis of a sample 

is deaned in the atmosphere will detect contaminants such as carbon in the outermost sur- 
face. In order to eliminate this interference, in the present Invention analysis for deter- 
mination of the coverage ratio was carried out after a moderate sputtering with argon 
that removed 2 nm of the outermost surface. In sequence, the surface was first sput- 
tered, using a commercial argon sputtering gun attached to the XPS analyzer, in order 

20 to remove contaminants, the surface was then excited by X-rays, and the photoelectron 
emission was analyzed. After X-ray excitation, a so-called wide-scan analysis was run 
in order to qualitate the atoms present in the surface. In the present invention the ele- 
ments generally detected in analysis of the coating were mainly carbon, oxygen, phos- 
phorus, silicon, zirconium, titanium, and the elements in the metal stock (iron, alumin- 

2s um). Quantitative calculation was carried out on the qualitatively measured elements 
and a value "A", the total atomic % for the atoms constituting the metal substrate, was 
determined from this. The coverage ratio percentage was defined to be 100 - A. 

The coating thickness was then measured using the argon sputtering gun. The 
coating thickness was first measured on a plural number of samples having different but 

30 known coating thicknesses that had been measured using a transmission electron 
microscope. Each of these samples was repeatedly subjected to argon sputtering 
followed by photoelectron analysis. The coating was assumed to be present until the 
coverage ratio reached 40 %. A calibration curve was constructed from the known coat- 
ing thicknesses and the total time required in each case for sputtering to the end point. 

as In the subsequent analyses of samples of coated metal according to the present inven- 
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tion, th coating thickness was determined from the calibration curv using the total 
sputtering time to reach a coverage ratio of 40 %. 

Methods for th preparation of the coated metal according to the present inven- 
tion will now be considered in d tail. 

5 The surface of the metal stock normally must be cleaned before fabrication of the 

coated metal according to the present invention comprising metal bearing a coating for 
f,!m lamination. Thus, industrial metal stock normally carries rolling oil or is coated with 
rust-preventive oil, and these oils must be removed, by a process generally known as 
degreasing. The degreasing technique is not critical, and solvent degreasers, alkaline 

io degreasers, and acidic degreasers in general use as known to those skilled in the art 
can be used for this purpose. 

The pH of a composition according to this invention is preferably 3.0 to 5.0. A 
satisfactory coating formation does not usually occur at a pH below 2.5, while problems 
with the stability of the waterbome composition often occur at a pH above 6.5. The pH 

15 can be adjusted as necessary using sodium hydroxide or an acid such as phosphoric 
acid, condensed phosphoric acid, hydrofluoric acid, etc., and particularly mineral acids. 
The acids function as etchants. The etching efficiency can be increased through the use 
of peroxide and the like as an etching assistant. 

The concentration of polymer comprising units that conform to general formula 

20 (I) must be at least 0.1 g/L, is preferably from 0.1 to 10 g/L, and more preferably is from 
0.3 to 3 g/L. A satisfactory coating formation does not occur when the polymer concen- 
tration is less than 0. 1 g/L, while high costs, without adequately corresponding benefits, 
are incurred when the polymer concentration exceeds 10 g/L. The concentration of the 
one or more selections from phosphoric acid-type compounds and organosilicon com- 

2s pounds preferably is at least 0.1 g/L, is more preferably from 0.1 to 30 g/L, and still more 
preferably is from 0.3 to 1 g/L. The reactivity may be undesirably low when the concen- 
tration of the one or more selections from phosphoric acid-type compounds and organo- 
silicon compounds is below 0.1 g/L, while high costs, without adequately corresponding 
benefits, are incurred when this concentration exceeds 30 g/L. 

so The technique for effecting contact between the waterbome composition and the 

metal is not critical. Contact is normally effected by spraying the metal surface with the 
waterbome composition or dipping the metal in the waterbome composition. The tem- 
perature of the waterbome composition during this treatment is not critical, but is gener- 
ally preferably from 40 °C to 60 °C. When spraying is used, the metal is preferably al- 
as lowed to stand for about 1 to 30 seconds after spraying. When dipping is used, the 
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dipping tim is pref rably from about 1 to 30 sec nds. During this contact th surface 
of the metal is etched and a local increase in pH occurs at the interface. This r suits in 
coating du to deposition of th polymer on the surface. When a r active coating is be- 
ing formed, unreacted bath is ordinarily removed by rinsing with wat r after the contact 
s phase. The coating is usually then dried. While the drying temperature is not critical, 
drying temperatures of 60 °C to 200 °0 are ordinarily preferred. Drying is generally ef- 
fected using a hot gas flow; air is generally the most economical and readily available 
gas for this purpose. 

The coating thickness, coating weight, coverage ratio, phosphoric acid-type com- 

io pound add-on, and organosilicon compound add-on for the dried coating are adjusted 
if necessary into the above-specified ranges in the coated metal according to the pres- 
ent invention. These adjustments can be accomplished by varying such parameters as 
the concentrations of the polymer, etchant, phosphoric acid-type compound, and organ- 
osilicon compound in the waterborne composition, the treatment temperature, the 

15 treatment time, and so forth. 

The advantages to reactive coating are that it affords very uniform coatings and 
achieves high coverage ratios at low coating thicknesses. 

For dry-in-place coating in a process according to the invention, the 
concentration of polymer comprising units conforming to general formula (I) is preferably 

m from 0.01 to 10 g/L and more preferably is from 0.1 to 2 g/L. A satisfactory add-on is not 
obtained when the polymer concentration is less than 0.01 g/L, while high costs, without 
adequately corresponding benefits, are incurred when the polymer concentration 
exceeds 10 g/L The concentration of the one or more selections from phosphoric acid- 
type compounds and organosilicon compounds preferably is at least 0.01 g/L, is more 

25 preferably from 0.01 to 30 g/L, and still more preferably is from 0.05 to 3 g/L. The add- 
on may be inadequate when the concentration of the one or more selections from 
phosphoric add^-type compounds and organosilicon compounds is below 0.01 g/L, while 
high costs, without adequately corresponding benefits, are incurred when this concentra- 
tion exceeds 30 g/L 

30 Unlike the case of reactive coating, the waterborne composition can have any 

pH in the case of dry-in-place coating and the pH is therefore not critical. However, a 
pH from 3 to 6 will generally be suitable. 

The technique for applying the waterborne composition to the metal surface is 
not critical in the case of dry-in-place coating, but in general the waterborne composition 

3s will be applied to the metal surface using, for example, a roll coater. The temperature 
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of the waterborne composition during application is not critical, but temperatures from 
15 °C to 35 °C are generally preferred. The coating is usually then dried. The drying 
temperature is again not critical, but temperatures from 80 °C to 200 °C are generally 
preferred. Drying will generally be carried out using a hot gas flow, with air again 
5 normally the most economical and readily available gas for this purpose. 

The coating thickness, coating weight, coverage ratio, phosphoric acid-type com- 
pound add-on ? and organosilicon compound add-on for the dried coating are adjusted 
if needed into the above-specified ranges in the coated metal according to the present 
invention. These adjustments can be accomplished by adjusting such parameters as 

10 the concentrations of the polymer, phosphoric acid-type compound, and organosilicon 
compound in the waterborne composition and the application temperature. 

The advantage to dry-in-place coating is that this treatment can be run as one 
element in a continuous process. In other words, dry-in-place coating formation can be 
run as a pre-treatment when film lamination is being run as a continuous process. 

is The same methods used for film lamination on prior-art coated metals bearing 

a chromium-type coating can be used for film lamination on coated metal according to 
the present invention bearing on its surface a coating for film lamination generated as 
described above. 

The nature of the laminated film is not critical, and conventional lamination films 
20 as referenced in the preceding description of the prior art can be used. The film is spe- 
cifically exemplified by thermoplastic resin films, e.g., polyethylene films, polycarbonate 
films, and polyester films and particularly films composed mainly of polymers of vinyl 
terephthalate. The shape of the lamination film is not critical, but in general plate- 
shaped films or sheet-form films will be used. While the film lamination technology is not 
25 critical, lamination is typically carried out by heating and softening the film. The use of 
adhesive at this point is not generally necessary, but an adhesive may be used as de- 
sired. 

Several examples of the coating according to the present invention are provided 
below. Moreover, the utility of these coatings is described relative to comparative 
30 examples. 

Substrate Metals and Cleaning Processes Used 
1 . Aluminum alloy sheet 

The surface of commercial alitfninum-manganese alloy sheet (Japanese Industri- 
al Standard, hereinafter usually abbreviated as "JlS'\ type A3004, sheet thickness = 0.3 
35 mm, dimensions = 200 * 300 mm) was cleaned by spraying for 20 seconds at 75 °C 
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with an 8 % aqueous solution of a commercial acidic cleaner (PALKUN® 500 from Ni- 
non Parkerizing Company, Limited). This was followed by a water rinse. 
2. St I sheet 

The surface of commercial cold-rolled steel sheet (JIS type SPCC, she t thick- 
s ness = 0.3 mm, dimensions = 200 x 300 mm) was cleaned by spraying for 20 seconds 
at 60 °C with a 2 % aqueous solution of a commercial cleaner (Fine Cleaner 4328 from 
Nihon Parkerizing Company, Limited). This was followed by a water rinse. 
Production of the Coated Metals 

The aluminum alloy or steel sheet was coated as described in the particular ex- 
10 ample or comparative example to form thereon a reactive coating or a dry-irvplace 
coating. 

Measurement of the Carbon Add-on 

The carbon add-on (mg/m 2 ) by the coating was measured using a commercial 
surface carbon analyzer from LECO. The sample size was 32 cm 2 and the measure- 

15 ment conditions were 400 °C for 8 minutes. 
Coverage Ratio and Coating Thickness 

The status of the coating was analyzed using a commercial XPS (X-ray photo- 
electron spectroscopic analysis) instrument from Shimadzu. Mg was used as the X-ray 
source at conditions of 8 kilovolts and 30 rnilliamperes (hereinafter usually abbreviated 

20 as "mA"). The sample size was a circle 5 mm in diameter. Qualitative analysis was car- 
ried out after a 2 nm sputtering of the outermost surface. The detected elements were 
quantitatively calculated and the coverage ratio was then calculated as described above. 
A commercial argon sputtering gun (Shimadzu) was attached to the XPS instrument and 
the coating was destroyed and removed by sputtering. The sputtering conditions were 

25 600 volts and 50 rnilliamperes. The coating thickness (nm) was determined from the 
sputtering time using the method described above. 
Film Lamination and Forming 

The coated metal was laminated with polyester film (thickness = 30 urn) at 180 
°C and then punched to form a circular disk 140 mm in diameter, and this was drawn 

30 to give a cup. The cup was subsequently re-drawn and ironed using a three-piece die 
to give the draw-ironed can. 

Performance Evaluation of the Film-Laminated Coated Metal 
1. Formability 

The draw-ironing process was evaluated on the following scale, 
as * rupture 
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A scarring without rupture 

+ no scarring, no rupture 

2. Corrosion resistance 

The leakage current was measured on the draw-ironed can body using a com- 
5 mercial enamel rater from the Peco Company. The measurement liquid was 0.5 % sa- 
line, and the current value, at 6.3 volts potential difference, was measured after 4 sec- 
onds. Lower current values are desirable. The results were scored on the following 
scale. 

+ less than 0.3 mA 

io A at least 0.3 mA, but less than 1 .0 mA 

x 1.0 mA or more 

3. Adherence 

The draw-ironed can body was retorted, i.e., heated in steam under pressure, 
in a commercial sterilizer at 121 °C for 30 minutes. The adherence was evaluated on 
15 the following scale based on the post-retorting adherence of the film. 

+■ debonding from the substrate completely absent 

A partial debonding 

x debonding over the entire surface 

4. Environmental safety 

20 The use of hexavalent chromium, which is toxic to humans, during formation of 

the coating was scored with the symbol x, while the non-use of hexavalent chromium 
was scored with the symbol +. 
Example 1 

A dry-in-place coating was produced by applying the Waterbome Composition 
2s 1 described below to the aluminum alloy sheet specified above and then drying the 
coating at 80 °C. 
Waterbome Composition 1 

Water Soluble Polymer 1 solids 2.0 g/L 

pH 6.0 (adjusted with phosphoric acid) 
30 Water Soluble Polvmer 1 

This was a polymer consisting entirely, except for short end groups, of units rep- 
resented by formula (I) when: X 1 in each structural unit conforming to general 
formula (I) was a hydrogen atom or a moiety -CH 2 N(CH3) 2 , corresponding to Z 1 ; Y 1 
and Y 2 each represents a hydrogen atom; and the average ratio of Z 1 moieties to 
35 benzene rings was 0.5:1 .0. The polymer had a weight average molecular weight of 
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3,000. 
Example 2 

A dry-in-place coating was produced by applying Waterbome Composition 2 de- 
scribed below to the aluminum alloy sheet specified above and then drying the coating 
s at 80 °C. 

Waterbome Composition 2 

Water Soluble Polymer 2 solids 0.5 g/L 

pH 6.0 (adjusted with phosphoric acid) 
Water Soluble Polvmer2 
10 This was a polymer consisting entirely, except for short end groups, of units rep- 

resented by formula (I) when: X 1 in each structural unit conforming to general 
formula (I) was a hydrogen atom or a moiety -CH 2 N(CH3) 2 , corresponding to Z 1 ; Y 1 
conformed to general formula (III) when: X 2 represents a hydrogen atom or a moiety 
-CH 2 N(CH3) 2 , corresponding to Z 2 ; Y 2 represents a hydrogen atom; and the average 
15 ratio of the total -CH2N(CH 3 ) 2 moieties, corresponding to Z 1 +Z 2 , to benzene rings 

was 1.0:1.0. The polymer had a weight average molecular weight of 1,500. 
Example 3 

A reactive coating was produced by spraying Waterbome Composition 3 for 20 
seconds at a composition temperature of 50 °C onto the aluminum alloy sheet specified 
20 above, rinsing the surface with water and then deionized water, and then drying the 
coating at 80 °C. 
Waterbome Composition 3 

HF 0.05 g/L 

i H 3 P0 4 2.0 g/L 

25 Na 4 P 2 O 7 10H2O 2.0 g/L 

! Water Soluble Polymer 3 solids 5.0 g/L 

pH 4.0 (adjusted with sodium hydroxide) 
Water Soluble Polymer 3 

This was a polymer consisting entirely, except for short end groups, of units con- 
:0 30 forming to formula (I) when X 1 is a hydrogen atom or a moiety -CH 2 N(CH 2 CH 2 OH) 2 , 

corresponding to Z 1 ; Y 1 conforms to general formula (III) when X 2 is a hydrogen atom 
or a moiety -CH^C^Ch^OH^, corresponding to Z 2 ; Y 2 represents a hydrogen 
atom; and the average ratio of Z*+Z 2 moieties to benzene rings is 0.75:1.0. The 
polymer had a weight average molecular weight of 5,000. 
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Example 4 

A reactive coating was produced by dipping th aluminum alloy sheet specified 
above in Waterfoome Composition 4 for 4 seconds at a composition temperature of 60 
°C, rinsing the surface with water and then deionized water, and then drying the coating 
s at 80 °C. 

Waterbome Composition 4 
HF 
HA 
H 3 P0 4 

10 Na 4 P 2 O 7 10H 2 O 

Water Soluble Polymer 4 solids 

pH 3.5 (adjusted with sodium hydroxide) 
Water Soluble Polvmer 4 

This was a polymer consisting entirely, except for short end 
is forming to formula (I) when: X 1 is a hydrogen atom or a moiety 

-CH 2 N(CH 2 CH 2 CH 2 OH)(CH3), corresponding to Z 1 ; Y 1 conforms to general formula 
(III) when X 2 is a hydrogen atom or a moiety -CH 2 N(CH 2 CH 2 CH 2 OH)(CH 3 ), 
corresponding to Z 2 ; Y 2 represents a hydrogen atom; and the average ratio of Z*+ Z 2 
moieties per benzene ring is 0.5:1.0. The polymer had a weight average molecular 
20 weight of 7,500. 
Example 5 

A dry-in-place coating was produced by applying the Waterbome Composition 

5 described below to the steel sheet specified above and then drying the coating at 80 
°C. 

25 Waterbome Composition 5 

Water Soluble Polymer 1 solids 2.0 g/L 

H.ZrFe 0.1 g/L 

H 3 P0 4 0.1 g/L 

pH 6.0 (adjusted with aqueous ammonia) 

30 Example 6 

A dry-in-place coating was produced by applying the Waterbome Composition 

6 described below to the steel sheet specified above and then drying the coating at 80 
°C. 

Waterbome Composition 6 
35 Water Soluble Polymer 3 solids 2.0 g/L 



0.05 g/L 

1-0 g/L 

2.0 g/L 

2.0 g/L 

5.0 g/L 



groups, of units con- 
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H 2 2rF 8 0.1 g/L 

H 3 PO« 0.1 g/L 

y-glycidoxypropyltrimethoxysilane 0.05 g/L 

pH 6.0 (adjusted with aqueous ammonia) 

s Example 7 

A reactive coating was produced by dipping the steel sheet specified above in 
Waterborne Composition 7 for 10 seconds at a composition temperature of 60 °C, 
rinsing the surface with water and then deionized water, and then drying the coating at 
80 °C. 

io Waterborne Composition 7 

HF 0.10 g/L 

H 2 0 2 2.0 g/L 

H 3 P0 4 2.0 g/L 

NaoPjO/IOHjO 2.0 g/L 

is Water Soluble Polymer 3 solids 5.0 g/L 

pH 4.0 (adjusted with sodium hydroxide) 
Comparative Example 1 

A coating was produced by spraying the above-specified aluminum alloy sheet 
for 10 seconds at a solution temperature of 50 °C with a 4 % aqueous solution of a 
20 commercial phosphate-chromate conversion agent (ALCHROME® K 702 from Nihon 
Paricerizing Company, Limited) followed by rinsing the surface with water and then de- 
ionized water and then drying the coating at 80 °C. 
Comparative Example 2 

A coating was produced by spraying the above-specified aluminum alloy sheet 
25 for 10 seconds at a solution temperature of 40 °C with a 2 % aqueous solution of a 
commercial zirconium-type conversion agent (ALODINE® N 405 from Nihon Paricerizing 
Company, Limited) followed by rinsing the surface with water and then deionized water 
and then drying the coating at 80 °C. 
Comparative Example 3 
30 A coating was produced by applying the Waterborne Composition 8 described 

below to the steel sheet specified above and then drying the coating at 80 °C. 
Waterborne Composition 8 

HjZrFg 0.1 g/L 

H 3 P0 4 0.1 g/L 

35 Y-giycidoxypropyttrimethoxysilane 0.05 g/L 
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pH 6.0 (adjusted with aqueous amm nia) 
Comparative Example 4 

Commercial TFS on which a chromium-typ coating had been executed was 

used. 

s Table 1 below reports the coating thickness, carbon add-on, and coverage ratio 

for the coated metals prepared in Examples 1 to 7 and Comparative Examples 1 to 4. 



Table 1 



Example 
("Ex ) 

or Com- 
parison 

Example 

rcE**) 

Number 


Treatment 
Characteristics 


Characteristics of the Coating Formed During Treatment 


Sub- 
strate 


Contact 
Method 


Coating 
Thick- 
ness, nm 


Carbon 
Add-On 
Mass, 
mg/m J 


Cover- 
age 
Katio, /o 


Optional Element 
Add-On Masses, 
mg/m\ for: 


P 


Si 


Exl 


Al 


dry-in-place 


200 


200 


96 


5 


0 


Ex 2 


Al 


dry-in-place 


100 


100 


90 


5 


0 


Ex 3 


Al 


reactive 


20 


20 


95 


3 


0 


Ex4 


Al 


reactive 


30 


30 


97 


3 


0 


Ex5 


steel 


dry-in-place 


250 


250 


95 


10 


0 


Ex6 


steel 


dry-in-place 


250 


250 


95 


5 


2 


Ex 7 


steel 


reactive 


15 


15 


90 


2 


0 


CE1 


Al 


reactive 


50 


2*' 


85 


10 


0 


CE2 


Al 


reactive 


25 


2*' 


85 


5 


0 


CE3 


steel 


dry-in-place 


100 


2* 1 


80 


4 


1 


CE4 


TFS 


none 




2*' 




0 


0 



Footnotes for Table 1 
*' Detection originating with surface contamination from the atmosphere. 



Table 2 reports the results from the performance evaluations of the coated 
metals. As the results in Table 1 make clear, the coated metals in Examples 1 to 7 ac- 
s cording to the present invention gave excellent results over the entire property spectrum 
(formability, corrosion resistance, adherence, and environmental safety). In contrast to 
this, the properly spectrum was not satisfied in its entirety by any of the comparative 
examples, i.e., Comparative Example 1 in which the coated metal carried a phosphate- 
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chromate coating, Comparative Example 2 in which the coated metal carried a zircon- 
ium-type coating, Comparative Example 3 in which the coated metal carried a coating 
5 that did not contain th polym r used by th present invention, and Comparative 
Example 4, in which the substrate was precoated TFS. 



Table 2 



Example ("Ex") or Com- 
panson Example ( CE ) 
Number 


Performance Rating for: 


Form ability 


Corrosion 
Resistance 


Adherence 


Environ- 
mental Safety 


Ex 1 


+ 


+ 


+ 


+ 


Ex 2 








+ 


Ex 3 




+ 




+ 


Ex 4 


+ 


+ 


+ 




Ex 5 


+ 


+ 




+ 


Ex 6 


+ 




+ 


+ 


Ex 7 


+ 


+ 


+ 


+ 


CE1 


A 


X 


X 


X 


CE2 


X 


*2 


•2 


+ 


CE3 


X 




*2 


+ 


CE4 


+ 


+ 


+ 


X 



FQQtqQEffforTafrl$2 

" 2 No can could be formed. Because the corrosion resistance and adherence tests were performed 
only on finished cans, the values for these columns in these comparative experiments therefore 
could not be obtained. 



Benefits of the invention 

The coated metal according to the present invention has an excellent formability, 
excellent corrosion resistance, excellent adherence, and excellent environmental safety. 
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Claims 

1. A coated m tal article having on its surface a coating suitable for film lamination 
thereon, wherein: 

said coating has a thickness that is from 5 to 500 nm; 
s - said coating has a content of carbon atoms that corresponds to from 5 to 500 
mg/m 2 of the coating area; 

said coating covers at least 90 % of the surface of the metal; and 

said coating comprises polymer molecules that comprise units conforming to 

general formula (I): 




CH . 



( I ) 



in which: 

X 1 independently in each structural unit is a hydrogen atom or a moiety Z 1 
conforming to general formula (II): 



2 = • C H 2 • N 



/ 
\ 



(II) 



in which each of R 1 and R 2 independently is a hydrogen atom, a C, to C 10 
monovalent alkyl moiety, or a C, to C 10 monovalent hydroxyalkyl moiety; 
20 Y\ independently for each unit, is a hydrogen atom, a hydroxyl group, a C, to C 5 

alkyi moiety, a C 1 to C 5 hydroxyalkyl moiety, a C 6 to C 12 aryl, benzyl, or benzo 

moiety, or a moiety conforming to general formula (III): 




(iii) 



in which, independently for each unit according to general formula (I) in 



22 



PCIYUS97/13685 

which Y 1 conforms to general formula (III), each of R 3 and R 4 is inde- 
pendently a hydrogen atom, a C, to C 10 alkyl moiety, or a C, to C 10 hy- 
droxyalkyl moiety, and X 2 is a hydrogen atom or a moi ty Z 2 conforming 
to general formula (IV): 

R 5 

Z ■ -CH, - N (IV) 

In which each of R 5 and R 6 is independently a hydrogen atom, a 
Ci to C 10 alkyl moiety, or a C, to C 10 hydroxyalkyl moiety; 

and 

10 Y 2 f independently for each unit, is a hydrogen atom or, when Y 1 and Y 2 are bond- 

ed to adjacent carbon atoms in the aromatic ring shown in general formula (I), 
Y\ Y 2 and said adjacent carbon atoms to which Y 1 and Y 2 are bonded together 
may constitute a condensed benzene ring, 

said polymer molecules that comprise structural units conforming to general 
15 formula (I) having a total number of Z 1 and Z 2 moieties and a distinct (but not 

necessarily unequal) total number of (i) units conforming to general formula (I) 
and (ii) Y 1 moieties that conform to general formula (III), such that the total num- 
ber of Z 1 and Z 2 moieties has a ratio to the total number of units conforming to 
general formula (I) and Y 1 moieties that conform to general formula (III) that is 
20 from 0.2:1.0 to 1.0:1.0. 

2. A coated metal article according to claim 1, in which Y 1 in general formula (I) 
conforms to general formula (III). 

3. A coated metal article according to claim 2, in which the coating comprises a 
total of at least 0.1 mg/m 2 of phosphorus atoms present in phosphoric acid like 

25 compounds and silicon atoms present in organosiiicon compounds. 

4. A coated metal article according to claim 1, in which the coating comprises a 
total of at least 0.1 mg/m 2 of phosphorus atoms present in phosphoric acid like 
compounds and silicon atoms present in organosiiicon compounds. 

5. A coated metal article according to any one of claims 1 through 4, wherein: 
30 - said coating has a thickness in a range from 50 to 300 nm; and 

said coating has a content of carbon atoms that corresponds to from 50 to 200 
mg/m 2 of the coating area. 
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6. A process for providing a surface of a metal substrate with a coating suitable for 

laminating film thereto, said process comprising steps of: 

(I) providing a waterbome composition that comprises water and: 

(A) at least 0.01 g/L of polymer molecules comprising units conforming to 
general formula (I): 



15 




C H . 



( I ) 



in which: 

X\ independently in each structural unit, is a hydrogen atom or a moiety 
Z 1 conforming to general formula (II): 



2 = - C H 2 - N 



/ 

t 

\ 



(II) 



in which each of R 1 and R 2 independently is a hydrogen atom, a 
C, to C 1D monovalent alkyl moiety, or a C, to C 10 monovalent 
20 hydroxyalkyl moiety; 

Y\ independently in each structural unit, is a hydrogen atom, a hydroxyl 
group, a to C 5 alkyl moiety, a C, to C 5 hydroxyalkyl moiety, a C 8 to C 12 
aryl, benzyl, or benzo moiety, or a moiety conforming to general formula 
(III): 




(iM) 



in which, independently for each unit according to general form- 
ula (I) in which Y 1 conforms to general formula (III), each of R 3 
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and R 4 is indep ndently a hydrogen atom, a C, to C 10 alky! 
moiety, or a C, to C 10 hydroxyalkyl moiety, and X 2 is a hydrogen 

5 atom or a moiety Z 2 conforming to general formula (IV): 

2 2 = ■ C H • N (IV) 

V 

in which each of R 5 and R 6 is independently a hydrogen 
atom, a C, to C 10 alkyl moiety, or a C t to C 10 hydroxyalkyl 
moiety; 

10 and 

Y 2 , independently in each structural unit, is a hydrogen atom or, when Y 1 
and Y 2 are bonded to adjacent carbon atoms in the aromatic ring shown 
in general formula (I), Y\ Y 2 , and said adjacent carbon atoms to which 
Y 1 and Y 2 are bonded together may constitute a condensed benzene 
15 ring, 

said polymer molecules that comprise structural units conforming to 
general formula (I) having a total number of Z 1 and Z 2 moieties and a 
distinct (but not necessarily unequal) total number of (i) units conforming 
to general formula (I) and (ii) Y 1 moieties that conform to general formula 
20 (III), such that the total number of Z 1 and Z 2 moieties has a ratio to the 

total number of units conforming to general formula (I) and Y 1 moieties 
that conform to general formula (111) that is from 0.2:1.0 to 1.0:1.0; 
and, optionally, at least one of the following components: 
(B) phosphoric acid-type compounds; and 
2s (C) organosilicon compounds, 

said waterborne composition having a pH in a range from 2.5 to 6.5; 

(II) contacting said surface of said metal substrate with the waterborne composition 
provided in step (!) for a sufficient time at a sufficient temperature to form a solid 
coating containing constituents of said waterborne composition, said solid 

30 coating adhering to said surface of said metal substrate and being itself covered, 

at least initially; by a coating of liquid; and 

(III) after step (II), drying the metal surface so as to remove from the metal surface 
the liquid constituents of the coating initially formed in step (II) or of a successor 
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liquid coating formed by rinsing th surface of said, metal substrat as modified 
after step (II) with water. 

7. A process according to claim 6, in which Y 1 in gen ral formula (I) conforms to 
10 general formula (III). 

8. A process according to claim 7, in which the waterbome composition provided 
in step (I) comprises a total of at least 0.01 g/l of phosphorus atoms present in 
phosphoric acid like compounds and silicon atoms present in organosilicon compounds. 

9. A process according to claim 6, in which the waterbome composition provided 
is in step (I) comprises a total of at least 0.01 g/l of phosphorus atoms present in 

phosphoric acid like compounds and silicon atoms present in organosilicon compounds. 

10. A process according to claim 7, wherein the waterbome composition provided 
in step (I) contains at least 0.1 g/L of polymer molecules comprising units conforming to 
general formula (I) and the coating of liquid formed in step (II) is rinsed with water so as 

20 to form a successor coating before completion of step (III). 

11. A process according to claim 1 0, in which the waterbome composition provided 
in step (I) comprises a total of at least 0.1 g/l of phosphorus atoms present in phosphoric 
acid like compounds and silicon atoms present in organosilicon compounds. 

12. A process according to claim 6, wherein the waterbome composition provided 
2s in step (I) contains at least 0.1 g/L of polymer molecules comprising units conforming to 

general formula (I) and the coating of liquid formed in step (II) is rinsed with water so as 
to form a successor coating before completion of step (III). 

13. A process according to claim 12 t in which the waterbome composition provided 
in step (I) comprises a total of at least 0.1 g/l of phosphorus atoms present in phosphoric 

ao acid like compounds and silicon atoms present in organosilicon compounds. 
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L < (4 1 0 0 0 ~ 1 0 1 0 .0 0 ~ 1 ^Sft 

■Cfc5©/JSSa-Cfc5. ^T-S©SiI«l4SRSr*JBiLfc 
t§ x y/u/-?— ->a n-7 h^y^-f-lcio-C 

[0 0 2 6] Sfc, ^l5L,fci*t< x #38IE©lfcH&S 
&M#W&©&*t£&»a5«£a>e>ffi:LV\ > 

<f4*©«, iffi^-y ^t>t<»4*©^ y^r>3 
tiLtiiry^^Ai, T-hy^Aig, #y?i>,ig 

m<r>T/\<i> y^JSigSr^tf 5: i^X-f 5„ Sfc, W« 
tr^mtStob LTI4, tr^xhJf-vi/y^ 7 -r 
5 / 7 c fcVU- h y 3: Y^-'si/y-y. N — (0-75/31 
9=-/U) -y -7 5 /7n t'/Uh y x. h*>/->7>. y- 

tJi'tiT' hy°o tvw h y / h*i/iy5>, 7 - /y ->k 

df-->7n f/U h !J / y->?^!Jnirv' 
[0 0 2 7] y >'K^ft^%©^jR*t|iflw»'r-5«ffl* 

(4, ±seew^ji^i-sfcftft(4, y vitro. im 

g/m 2 £l±tfe5:WiMffc9, 2 0 0mg/m 2 
Sl"PC*>-5Cia*»*LV\ 0. lmg/m 2 *lT?tt 
7U- h7-f/UACDffi^tt<Jrif *-58):&#IS»ibft 
2 00mg/m 2 S:it5t 1 =>^h^S<ft5 0 

W*3t^-r5fc*(CI4, ^^SiLTO. lmg/m 2 
■CfeSrir^ST-fet), 1 0 0mg/m 2 JJ(T-CS)S 
CiiS»ttV\ 0. lmg/m 2 *^t?(4^»ttSrK 
ft5»MK, lOOmg/m^ixSi, 

h^i«<ft5, ftfc\ y vwififcitf-r-fssfl-JifStt 
TWRoi»*xii»»w»«-e36*+sct*j-c*5. rft 

5*>^*a*aj*L, c©k©^« (c P s) £ 



(6) 

9 

[0 0 2 8] #&l38<3«S&£W4roTifi&J£fco^T 
li&Kffi** 5 ~ 5 0 0 nrntfeS^iMf-C*)!!, 1 
5~300nmT'fe5:ii i fftL<> 5 0~3 00n 
m-C*>5Ci*Se,fc»*LV\ * 5 n m*«t? 

5 0 

0 n mSriS*.* &*Mtttft>*"f WM£ 

OOmg/m 2 ©«6fflfcfca:: 9, 50- 

2 0 Omg/m 2 ©«5lllJ:fcSri:^»$ LV\ Ttfi^ /0 
BI©±W-**# 5 m g /m 2 *^T-t4ffift7t&^tt/$S# 
5 0 0mg/m 2 £ig;i5i&jB»**<£>#r5 

9 0%£l±Sr*«fCV^4ltixtf*64v\ 9 0%*89 

[oo29] ±e£*f+*», &wm»txmwt*<om 
r**Mo»«**«'»*aus<e-!»-'f ^ (2 o~5 o c 

aifco-cv^s. »j£*#»i*E<o&iiifc&{k;L-c#* 
te£*5£#-efc;h,tfav^ s . -ASK 4 0 0-5 0 ot 

*JJ:V»ai*tti)TJE©XPS (X*3t«^^*»«f) H 
iTtit5. X P S i tt*>'7''A'«:«J5*ffi (10- 

z>ytm.?*#$itz>$imx-tbz> 0 z<o%ft*<o&8Eki& 30 

[0 0 3 0] S-fiSS^waii^lcoVNTI&^-fSo *ft 

(2nm) LTi^MS'ffotV^, "f XP 
s ##ngg liWK $ tt T v ^5 ffr Ig 7 a- =r > * /< v 5 V 

**B*Lfcf*K:x«re*E*BfiL*«*fc£ffL 
fc 0 xH-eaiBtfca, 17^ K^*+ytRftfix5»*f 

y>. 
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(V) J: 9 
t!Sf=100-A (V) 
[0 0 3 1] &Mmft±M<n7fi'=ll'*s<y9y 

/i>=r ?y ± 

M$A!4 0%fcJfc*S LfciflE* 
6. 

[0032] jjtc, *wmmk&®,psn<r>mki5m\z 

•f«*5«*Sr*i!fcT?**-*-5«! ! a*feSrit*t, 
[0 0 3 3] EJ£ffi&K&»rt$tf5»^©*»W©« 
4mt-&Vl><0>pt!:< kt iaSr^#L, pH*2. 5~ 

6. 5i:nsLfc**iDS* - efeor ) a-g-frosff^ 

0. 1 g/LWi-Cfet), #££it3J§3-<oy 
**J3J:tJ«!Wi*--f SWL#*©*4< 1 1> 1 aoaaiJ 

0. 1 g/LU±xhz?fe*.%®.f$.V!iz&.mtt®<Diim 
t mm $ itxmmm 1 5^ $ *s c t ic ct •? 7 a 9 

[0 0 3 4] ±fSlcio^^TS^fr, y >K3Rfl2^«*5J: 

£S„ pHlijfJK 143. 0-5. 0fcP*1"S. p 
Hi5 2. S*j«-e*>6i:ftitO»rt**»"e*<, 6. 
5«r«A5t**firt»OS*ttfclHHa»4i:5. r© 



11 

SCtms. S£fc©»Sl40. lg/LKJit-fc 
5 C t -J5£,g-efc 9 , 0. 1-1 0 g/Lfi)5:tjS 
#£L<, 0. 3-3 g/LT-J>5: tas*6K#* t 
V*. frfrffOMWO. 1 g/L*^T-fo.5iSK(0^ 
***»-e4<. 1 0 g/Lt«jtSt3^ h#K<ft 

So y v**fk"fr**itf#«4r-f*fls*iio*4< t 
tiaoigftiio. lg/LaitfeSCltMS-Cfc 
t)> 0. 1-3 0 g/L-C*5wtiJS#*L<, 0. 3 

~i g/L-c&ar&jiS£e>fc#*L^. y >mmt£ 
0. i g/L*jr?**iEj£tt#*+#-c*9, 30 
[0 0 3 5] ±E*S&J$* i ilWfflSl i ©S« 

tic* *)*?5C S. -hfEtoSff*© 
K*^«afiK»©JBJStt, ftfc#JIE$ti,fci/^ 114 0 

W'-fc 1-30 S>g&#cS-f -5 ©aw* L < . 

£\ S»^fB5ttl~3 0 ©##*LK £ 

©Sstt tio r &Atro*iG >f-v<rz fiUfttto* 

14, ittMIS, a*, *»£W£*ftlc4 9l&£-t- 

ov^-e, a#, «K<©«j»«rfT5*. c©B8©f£® 
&SI4, HMCWRStlfc^Ji*, I»6 0~2 0 0t)ffc 
Srtasfr* L<, ftJttta*IRtAltlft£J:9fT5. ft 

AKfcJlMStf.SrifcJ:*.* y * M4, 5*v\£ffiB9T' 
[0 0 3 6] tt#£KK*»jft£ttS*6-a>*:jgifl0tt 

oT s o. 0 1 g/LK±-C*>9. !)v 

mse&o. o i g/L&.±T'ht>m7k%mi$.y)%&m# 
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[0 0 3 7] ±KICiS^T£-£#, y >»*fl:^*S3J: 

%5. a-g-^roffiSliO. o l g/LJJLh-CfcSC i# 
&st?**k 0. 0 1-1 0 g/mSliiSffJ L 
<, 0. 1-2 g/L-C*>5rt*»$fete#*LV\ S 
•g-^roigS^O. 0 1 g/L&ffiX'hZb1t#tl:tt%& 
ri s #f>*vf, 1 0 g/L£i@x.5t = * MSjlK 
y va*fc£*M3j:tf#a^*fca»©/>fc< bbl 

io m<om&i*o. o i g/L&.±X'hz>z t&&m-?h 

9, 0. 0 1-3 0 g/LX'hZZ btf&-£L< , 0. 
o 5-3 g/L"C*>$ i i # U\ y 

fls*»as «t v&m*?r<{ jms**©'>* < i t is©afs 

#0. 0 1 g/L*»t?fc4i*£/jH***#fc6*i, 
1", 3 0 g/LSr«^.*t3X bt>m<te5. ±15*^ 

[0 0 3 8] ±IE*^iSI^©&JSW:jSS^©^T 

StVfeV^ ii^l 5-3 5t:T?fc5i tj!SfiU\ 
14, #lcgJPS$tL^^A5, ii^8 0-2 0 OVX'hZZ 

(4y *®mt£®(otf%&is£VGm>r'(mt&V!><Dtt 

■smomm, Mmm^&mmi-zzbizzioftozb 
i4, jgfltiao-gui: tT^aasrfft-sci-c&s. -t 

[0 0 3 9] ±B<DX ?\ZLXffiMLtz. &%ttn<D$t 

^ASrfflv^S C t z55x-# 5„ : S r frWlc(4«iJx.l4^ y acx 
-f^, 7Ky^-9 1 w>7^/u^, zKy*— h7-f 

50 h^ffiteo^TfcWwflJEBttftivds, m^y-iJV 
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[0 0 4 0] 

1 T^§ = ^A-g-^tg 

tlTSRor/PSIn^A— rv^fv^fi (J I S A3 0 
0 4 fiff:0. 3mm Stfe : 2 0 0 X 3 0 0m 
m) ft, mi&cOgfttilfcitS'I (^11-^5 00 : B# 

2 #3£ 

MK©ftM»l£ (J I S SPCC ^J?:0. 3mm 
: 2 0 0X 3 0 0 mm) £\ TfTBRcOifejt^J (7 
7-l'^!)-t-4 3 2 8: B*^-*^^ 5?>^«c^ 
£*±SD ©2%*S«*6 0lC-!?2 0^7'V-t5: 

[0 04 1] [«g^Jg#iiSf ©Kit ] Tjy 
*E*fctt«*%TIE*lS«l*fcttit«i!«K:L*:*«o"C* 

[0042] [^*#**M3e*fe] ±ET*&K©fc 

(mg/m 2 ) *ifiJE©SaBft*&#r£a (L 
ECOSi) S-fflVNTSJ^Ufc. t^WXtt3 2c 
m 2 -eSiJ^< i f=(i4 0 0t- 8#t Lfc. 
[ISS^^iU'S^J?] ±f5Tifc£SI©#!i£m-flK©X 
P S (X$3ta*#)fc##T) SIM -(AftKfftff*) *m 
i^T^Kf Lfc„ StUgxHIi: LTMg£/8V\ &#H:8k 
V-3 0raAiLfc, IW©1M Xtt * 5 mm t tfc. 
t$IJr2nm^/V?i'^U, ^tt^WSrffo 

(V) *«*«r*ttiLfc. XPS»«K: 

y?!/^ro*#l46 0 0V-5 0mAtLfc, r©BS 
TK^ili^ft 1 
TB*»ttI** 1 

p h 6. o (yvssrps) 

*®&m£# i 

x 1 *, St (i) ?££ftS*fteft©»$£teK*3^ 

T»ftfc, 7k^H^tfcl±Z 1A =-CH 2 N (CH 3 ) 2 

•<^y»ilfc'fc!)o. 5j@r-fess: (i) -emzfr 
**£U£# 2 

p h 6. o (.v>wn*mm 



(8) 10-46101 

14 

(Dx;< y 9 y l^fclB .fc 9 *HiS0>#8rfc L fc# o T^gl 
J? (nm) S:**fc„ 
[0 04 3] [7-r/u.6.7S*-h£rt»] ±EfcH£ 
MTOIC^y ^^x/U^y^/L^A 01J?3O w m) £l 
SOt^^-hfc 1 4 

OmmlcfT*,fet % Clil«:tt0*5^fcfMlLfc. ov^ 

[0 0 4 4] S*- hLfc&£&JR*m© 

L4v^t©©*X*«Aofc»^-Sr TAJ , Wtt<b%5 
A/*Xfc*V*#Mr roj iLTWfliLfc. 
2W^tt 

«9 L^f JDXK«fct>$^Lfcte#&fflV\ Tplgwif- 
p</uu-*- (p ec ottfi) -e-bixSijfc^aiJ^Lfc. 

8l£fl£tt0. 5%©^4l**fflV\ 6. 3VT?4fJ>|S© 
ttMfflSr»J^Lfc. *aEffi»4(Sv>^s»*LV\ 0. 3 
20 mA*SI<7)4§£-£ fOj , 0. 3mAKil. 0 mA* 

rAj , i. omAKJioa^* rxj 

3**tt 

£fc9 Lr#iPiteJ:!j«»tfcft*|t*TtriR©JttH»T»u 
h/wh (=JojE*ft«feJpa) ufc. ^fttti2iic- 

TOj -ffliSiJifw^Sr Taj , ^SSiJUtwa-g-Sr 
6«* o Atrffiffl-fS^-a-Sr Txj , te/BLfci/ 

fOj tLxmmLtz, 
[0045] mm&i i 

2. 0 g/L 
[00 4 6] 2 

-hfBXA- $ =• $ A^A«KlTIB**a)«* 2 Srgfli U 
0. 5 g/L 

Ti4lC, 7k^-7-ifcfiZ 1B =-CH 2 N (CH 3 ) 2 
5<7 T?*>9. Y 1 ^^ 



(9) 



10-46101 



15 



16 



[0 0 4 7] 
lit 9] 



-CH 2 N (CH 3 ) 2T*fe£) -C**iia*T*)i) % Y 2 



*ii*)fc9i. ofitfc^S; (i) -e*Sii5fi^ft 

[0049] mmm 3 



'2Bi 



I 

— C 
I 




O/-0H 



X 38 



[0 0 4 8] (ftf 1 , X 28 !*, * (I) -C**il4*Jx 



7K^a^3 

HF 0.0 5 g/L 

H3PO4 2. 0 g/L 

Na4P207 • 1 OH2O 2. Og/L 

TB**tt***3B»£ 5. Og/L 

p h 4. 0 (*»fls^hy.^A-eptt) 



x 1 ^ a (i) T*S*t«*ii?ixo*j«i|ittK:*v^ 

TJSilC, *^Jd^^fcHZ lc =-CH 2 N (CH 2 CH 
2 OH) 2"C**>9. Y 1 ^ 

[0 0 5 0] 

[ft 1 0 ] 



CH. 

C 
I 

CHs 




— 9 — (o) — oh 



[0051] x 2C te, sC ( i ) -caESfts-ttt 

-CH 2 N (CH 2 CH 2 OH) 2"C?*>S) tt^tl^St 

20 tfsoifymiMhiz*) 0. 7 sitisa ( 1 ) -e* 

^5l^*T^oT, ¥*»fi5 0 0 0(Ot>O 
[0 0 5 2] ^S«4 

o^T'8 Ot:TMI«rlfc«L-CKJfi;aT*ft««r»j** 



HF 0. 

H2O2 1. 

H3PO4 2. 

N a 4 P2O7 • 1 0H 2 O 2. 

TE*»ttI^*4 1«» 5. 

ph 3. 5 (frmti-bv tJ*-cmm 

x 1 ^ a; (i) i»*sn*tix*ixo**i|ittK*v^ 
7K^S^^fc:^z 1D --CH2N (ch 2 ch 



0 5 g/L 
Og/L 
0 g/L 
0 g/L 
0 g/L 



[0054] (sok x 2D is, a; (i) -easfiatft 

-CH 2 N (CH 2 CH 2 CH 2 OH) (CH3) "CS>5) 



2CH20H) 

[0 0 5 3 ] 

[ffcl 1] 



(CHs) "C*>9, y 1 ^^: 



CHa 

— c 

I 

CHs 




O>-0H 



*5£ (I) T*^£ft5S£{refcoT. TOfi7 5 
40 0 0<Oktf> 

[0 0 5 5] HJ&ftl 5 
±E»«KiTE7k»il&j£tt 5 fcfc* LTB*fflTtt&§l 



*&ttm£# 1 h^^ 

H 2 Z r F 6 
H3PO4 

pH 6. 0 (7V*=7*-eSiS) 



[0 0 5 6] H; 



2. 0 g/L 
0. 1 g/L 
0. 1 g/L 



50 ±E«fi(dTE*5Rttfi8:ft6SrB*U, ov%"C8 OtT 
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H 2 Z r F 6 
H3PO4 



2. Og/L 
0. 1 g/L 
0. 1 g/L 

0.0 5 g/L 



7 -^y K**>^n fcVu h y / F^r^>7> 

p h 6. 0 (r>-=e=r*-c-Pi») 



i>0 



[0 0 5 7] 31*0] 7 
±IE«HEfcTlB**llftj** 7 fcjadttt&ft 6 0ttl0 

HF 
H2O2 
H3PO4 

N a 4 P2O7 ' 1 0 H2O 
pH 4. 0 (TkK^hy *AT-BIS) 

[00 5 8] it 1 

[0 0 5 9] VcXm 2 

8 

H2ZrF6 0 
H4PO4 0 

ph 6. o;(7^=r*-eii) 

[0 0 6 1 ] Jt«0»4 ^ tv^a, 

[0 0 6 2] ±IBHiK«ll-7*5j;t5Jttt0»Jl-4Jc43 



1 0 g/L 
Og/L 
0 g/L 
Og/L 
0 g/L 



[0 0 6 0] JtKCT 3 

±E«WRKTIB*5MBjjM(b8S:**L, o^t?8 0*C-C 



l g/L 
1 g/L 
0.0 5 g/L 



BI«rltLfcltft«30tt«*«#»i3J:tfTFSf4, $ 
[0 0 6 3] 
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